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BACKGROUND OF THE INVENTION 

[0001] FIELD OF THE INVENTION : Th.s invention relates, generally, to hemiisotactic polypropylene as plastic.zer 
for syndiotactic or isotactic polypropylene. M^sucizer 

[0002] DESCRIPTION OF RELATED ART : Olefins, especially propylene, may be polymerized to form po.yolefins 
in various forms : isotactic, syndiotactic and atactic. 

Isotactic polypropylene contains principally repeating units with identical configurations and only a few erratic brief 
inversions in the chain. Isotactic polypropylene may be structurally represented in a Fischer projection as 
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In Bovey's NMR nomenclature the isotactic structure is designated . .. mmm ... since the five successive methyl oroucs 
are meso to each other, i.e., on the same side ol the plane in a Fischer projection 

[0003] Isotactic polypropylene is capable ol being a highly crystalline polymer with a high melting point and other 
* P yS !f' pf0per,ies lhal are considerably different Irom the polymer in an amorphous (noncrystalline) state 
[0004] A synd,otactic polymer contains principally units ol exactly alternating stereoisomers and is represented in a 
Fischer projection by the structure: 



(2) 
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In Bovey's NMR nomenclature the syndiotactic structure is designated ...rrrr ... since the five successive methyl groups 
are racemic to each other, i.e., on alternate sides ol the plane in a Fischer projection 

[0005] A polymer chain showing no regular order of repealing unit configurations is an atactic polymer In commercial 
applications, a certain percentage ol atactic polymer is typically produced with the isotactic lorm 
[0006] There are other variations in the form of polymer structure Hemiisotactic or hemi.actic polypropylene was 
disclosed in Hemitactic Polypropylene: An Example of a Novel Kmd of Polymer Tacticrty" by M Farina G Di Silvestro 
and P. Sozzani (Macromolecules, Vol. 15, 1451-1452, 1982) The structure ol hemiisotactic polymers is represented 
in a Fischer projection as follows: 
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[0007] The monomeric unit of the polymer is of the following structure: 
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H R s 

I I 
— C — C — 

I I 
H H 

where R s is a hydrocarbyl group or nonhydrocarbyl group The second carbon atom in formula (6) is the asymmetric 
carbon atom, i.e., the one which does not have identical groups attached, hence "asymmetric" 
[0008] The structure of the polymer is characterized by R, groups attached to every other asymmetric carbon atom 
being on the same sde of the pr.ncipal poVmer chain as represented in a Fischer projection and FL groups attached 
to the remaining asymmetric carbon atoms being either on the same side or the opposite side of the R groups attached 
to every other asymmetric carbon atom When R, groups are on the same side of the principal polymer chain the 
structure is isotacUc Since only every other one conforms to the ,sotactic structure, it is 'hem,- The material is a 
noncrystalline polymer. 

[0009] Polymerization of olefins is primarily with Ziegler-Natta catalysts. One family of Ziegler-Natta catalysts is Group 
IV metallocene compounds with methylaluminoxane as a cocatalyst. German patent application No 2 608 663 dis 
closes a catalyst system for the polymerization of ethylene consisting of b.sfcyclopentadienylj.itanium dialkyl an alu- 
minum trialkyl and water German paten, application No. 2 608.933 discloses an ethylene polymerization catalyst sys- 
tern consisting , ol (zirconium metallocenes of the general formula (cyclopen.adienyl) n ZrY 4 . n , wherein Y represents 
H,CH 2 AIR 2 . CH 2 CH 2 AIR 2 and CH 2 CH(AIR 2 ) 2 where R stands for an alkyl or metallo alkyl and n is a number within 
«Ln, n9e -r 1 ' 4 ' ^ ' he me!allocene ca,alvst is used in combination with an aluminum trialkyl cocatalyst and water 
[0010] The use of metallocenes as catalysis in the copolymerization of ethylene and other alpha-olefins is also known 
in the art. U S. Pat. No 4,542. 1 99 to Kaminsky, et al. disclosesa process for the polymerization ol olefins and particularly 
lor the preparatron ol polyethylene and copolymers of polyethylene and other alphaoletins The disclosed catalyst 
system includes a catalyst of the formula (cyclopentadienyl) 2 MeRHal in which R is a halogen, a cyclopentadienyl or a 
C,-C 6 alkyl radical, Me is a transition metal, in particular zirconium, and Hal is a halogen, in particular chlorine The 

Ca 3nT ,em a ' S0 ' nClUdeS 30 alumoxane havin 9 the general formula AI 2 OR 4 (AI(R)-0)n for a linear molecule and/ 
or (AI(H)-0) nt2 for a cyclic molecule in which n is a number from 4-20 and R is a methyl or ethyl radical A similar 
catalyst system is disclosed in U.S. Pat No 4,404.344 

[001 1] U.S. Pat. No. 4,530.91 4 discloses a catalyst system for the polymerization of ethylene to polyethylene having 
a broad molecular weight distribution and especially a bimodal or multimodal molecular weight distribution The catalyst 
system is comprised ol at least two different metallocenes and an alumoxane The patent discloses metallocenes that 
,™L, 8V< ; a 96 be,W6en ,W ° c y d °P en, adienyl rings with the bridge serving to make those rings stereongid 
[0012 European Patent Publication No 0185916 discloses a stereorigid, ch.ral z.rconium metallocene catalyst for 
the polymenzation ol olefins The application does not indicate that hafnium could be substituted for the zirconium and 
used to produce a useful polymer product. The bridge between the cyclopentadienyl groups is disclosed as being a 
linear hydrocarbon with 1-4 carbon atoms or a cyclical hydrocarbon with 3-6 carbon atoms 

[ °°l 3 l f U /° pean Pa,ent A PP |icati ° n 0-277-003 relates to work by Turner on a catalyst prepared by a protonation 
method A b.s(cyclopentadienyl) metal compound is combined with a compound having a cal.on capable of donating 
a proton and an an,on having a plurality ol boron atoms. For example, the following reaction illustrates the invention 

bis(cyclopentadienyl)hafnium dimethyl + 
N.N-dimethylanilinium bis(7,8-dicarbaundecaborato) 
cobaltate(lll) [Cp 2 HfMe][B] + CH„ + N,N-dimethylaniline 

where [B] is 7,6-dicarbaundecaborane 

[0014] European Patent Application 0-277-004 also relates to work by Turner on a catalyst prepared by a protonation 
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method. A bisicyclopentadtenyl) metal compound ,s combined with an ionic compound having a canon which will irre- 
versibly react with a hgand on the metal compound and an anion having a plurality of lipophilic radicate around a metal 
or metalloid ,on. For example, the following reaclion illustrates the invention: 

tri(n-butyl) ammonium letra (pentafluorophenyl) boron + bis (cyclopenladienyl 
zirconium dimethyl => [Cp 2 ZrMeJ [BPh 4 J + CH 4 + (n-Bu) 3 N. 

Syndiospecific propylene polymerization with an isopropyl (cyclopenladienyl 1-fluorenyl) hafnium dichloride metal- 
locene cata^s y,ed,ng crys.al.ine polymer in high yields is disclosed in "Syndiospecific Propylene Pol melons 
with Group 4 Metallocenes". J. Am. Chem. Soc., Vol. 1 10, pp 6255-625S 1 983 ymenzat.ons 
[0015] A system for the production of .so.actic polypropylene using a titan.um or zirconium metallocene catalyst and 

l^Tr* 'ST* " deSCnbed " - Mechanisms 01 Stereochemica. Control ,n Propylene Poiymer zln 2 
Sobuble Group 48 Metallocene / fvle.hylalumoxane Catalysts". J. Am. Chem Soc.. Vol 106 pp 6355-64 1984 The 

tai?T ? h,ra L Ca ' a ' yS,S deWed ,r ° m lhe racemic enantiomers of e.hy.ene-bridged ,ndeny, derivatives lorm 
i otactic polypropylene by the conventional structure predicted by an enan.romorpbic-si.e s.ercocheLal contro mod 
eL The meso achtra. orm of the ethylene-bridged titan.um indeny. diastereomers and achiral z.rconocene de ivltTvS 
however, produce polypropylene with a purely atactic structure onocene Derivatives, 

pSSL atap'SS diSC ' OSeS merm ° PlaS,iC COmPOSi " 0nS COmpriS ' n9 CryS,a " inC and dioc.y, 

SUMMARY OF THE INVENTION 

« of" ^ PfeSem ' hem ' ,SOlaCtlC PO '^ r ^lene is produced with a metallocene compound hav.ng 
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S ", and ,s a »V*«a*yl 'adical having from 1 -20 carbon atoms, is the same or different and is selected 
such that CpR m ,s a s.encally different ring from CpRn resulting in a lack of bi-lateral symmetry for the co^pounc R" 

Z H*L U :lT e T rt ' n9 S,ere0r ' 9,di,y '° ^ C ° mP0Und ' M " 3 GfOU P 4 ™™. " "< <™ 0 rm isTom 0 io 4 
and Hal s a hatogen. One example of such a compound is isopropylidene (3-me.hylcyclopentad,eny.-1 -fluoronyl Sr 

I°ho!,!L 0 r '°' T SB compounds is in a metallocene catalyst system. The metallocene compounds def.ned 
t£Z ? 3 3 Sd 35 Ca,a ' ySlS by any kn0Wn me,hod °' metallocene catalyst preparation 
0019] The polymer produced with the catalyst of this invention has the structure termed -hemiiso.actic" Hemiiso 
tac„c polypropylene ,, characterized by every other methyl group being on the same side of the principal polymcrTha^n 

ZEZSXSZ 53T ioa The remain,n9 me,hy * 9roups can be e " her - ,hc — Je - 2 SS 

wayTne •SK^aSi ehi,B rCSU " S ^ ^ ^ °' - ^ ~ "» h ^ ' 
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In this Fischer projection representation the odd numbered me.hine units are meso with respect to each other and the 
to heTord' m H ? rb0nS , ^ rand ° m S ' e,iC con,i 9-a.ions. Hem„so,ac,ic polypropylene ,s nonc^ X due 
^T^ZICZT 96 ^ HemiiSO,aC " C POlyPr ° Py ' ene ' S aS 3 >^°< * ^ 
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DESCRIPTION OF THE INVENTION : 

[0021] A metallocene compound which is a catalyst precursor for a catalyst is used to produce polymers termed 
hemiisotactic. The metallocene compound is changed to a metallocene catalyst with an ionizing agent which converts 
the neutral metallocene compound to a metallocene cation which operates as a catalyst. The ionizing agent can be a 
cocatalyst compound such as methylaluminoxane (MAO). 

[0022] A preferred application of the invention is in the hemiisotactic polymerization of propylene which may be 
characterized in terms of the following formula . 

(7) CH 2 =CH-R S 

wherein R s is a methyl group. 

[0023] The catalyst used to produce hemiisotactic olefins is from a metallocene compound having a general formula 
of 

(8) R H (CpR n )(CpR' m )MHal 2 

where Cp is cyclopentadienyl or substituted cyclopentadienyl, each R and R' is a hydrocarbyl radical having from 1 -20 
carbon atoms and is the same or different and is selected such that CpR' m is a sterically different ring from CpRn 
resulting in a lack of bi-lateral symmetry for the compound, R M is a structural bridge imparting stereorigidily to the 
compound, M is a Group 4 metal, preferably titanium, zirconium or hafnium, n is from 0 to 4, m is from 0 to 4 and Ha! 
is a halogen, preferably chlorine. 

[0024] The lack of bi-lateral symmetry for the compound is defined as the condition in which a metallocene compound 
having one non-cyclopeniadienyi coordination site has no substituents or one or more substituents on one side of the 
cyclopentadienyl rings both above and below the coordination site and one or more substituents on the other side of 
the cyclopentadienyl rings either above or below the coordination site. One example of such a compound is isopro- 
pylidene(3-methylcyclopentadienyl -1-fluorenyl)zirconium dichloride, abbreviated iPr(3MeCp-1-Flu)ZrCI 2 . An illustra- 
tion of the ligand of this compound are shown below: 



(9) | 




i 



The lack of bi-lateral symmetry is illustrated by the right side of the drawing being different from the left because one 
methyl group is on the right side of one cyclopentadienyl ring and no substituents are on the left side of the same 
cyclopentadienyl ring. 

[0025] The iPr(3MeCp- 1 -Flu)ZrCI 2 compound was prepared by cracking the methytcyclopentadiene dimer. preparing 
3,6,6-trimethylfulvene, bridging the two cyclopentadiene compounds with an isopropylidene bridge and forming a co- 
ordination compound with zirconium and chlorine. Final reactions were carried out in tetrahydrofuran (THF) and in 
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methylenedichloride (MeCI 2 ), also known as dichloromethane. Use of MeCI 2 allows the iPr(3MeCp-1-Flu)ZrCU to be 
isolated in pure form. " 

[0026] Polymerization of the olefin is accomplished by any of the known means for polymerization of olefins with 
metallocene catalysts, for example polymerization in bulk, slurry or gas phase. For polypropylene, polymerization tem- 
peratures range from -80°C to 150 ft C, preferably 25°C to 90*C and most preferably from 50°C to B0°C 
[0027] The noncrystalline hemiisotactic polypropylene has use as a plasticizer for syndiotactic or isotactic polypro- 
pylene. A plasticizer is a material incorporated in a plastic to increase its workability and its flexibility or dislensibility. 
The addition of a plasticizer may lower the melt viscosity the temperature of the second-order transition or the elastic 
modulus of the plastic. The plastic and plasticizer are intimately mixed which is most commonly done by heating until 
the plastic has dissolved into the plasticizer of vice versa. Alternatively, the plastic and plasticizer are mixed by disso- 
lution in a common solvent without heat followed by removal of the solvent by evaporation. 
[0028] Hemiisotactic polymer is noncrystalline and with its partial stereoregular structure would have properties of 
a plasticizer. A specific example of a hemiisotactic polymer as a plasticizer is a reactor blend of hemiisotactic polypro- 
pylene and syndiotactic polypropylene made by polymerizing propylene simultaneously with both iPr(3MeCp-l-Flu) 
ZrCI 2 and isopropylidene (cyclopentadienyl -1-fluorenyl)zirconium dichloride, abbreviated iPr(Cp-1 -Flu)ZrCI 2 or any 
other syndiospecific catalyst precursor. A reactor blend of hemiisotactic and isotactic polypropylene is possible by 
polymenzing propylene simultaneously with both iPr(3MeCp-1-Flu)ZrCI 2 and ethyleneb.s(tetrahydroindenyl)zircon.um 
dtchlonde, abbrev f ated Et(lndH 4 ) 2 ZrCI 2 , or any other isospecific catalyst precursor. The amount of hemiisotactic poly- 
propylene in mixture with isotactic or syndiotactic polypropylene can range from 1 -90% by weight, depending on desired 
physical properties of the plasticized plastic. Preferably, the amount of hemiisotactic polypropylene in mixture with 
isotactic or syndiotactfc polypropylene ranges from 5-50 % by weight. Most preferably the amount of hemiisotactic 
polypropylene in mixture with isotactic or syndiotactic polypropylene is approximately 10% by weight 
[0029] The invention having been generally described, the following examples are given as particular embodiments 
of the invention and to demonstrate the practice and advantages thereof. It is understood that the examples are given 
by way of illustration and are not intended to limit the specification or the claims to follow in any manner. 

EXAMPLE I 

A. Preparation of 3,6,6, -trimethylfulvene 

[0030] 150 ml of methylcyclopentadiene dimer was fractionally distilled from 100 ml of mineral oil and at 62°C and 
collected at OX. 500 mmol of methyl lithium (1 4M; diethylether) were added, dropw.se, to a mixture of 500 mmol of 
freshly distilled methylcyclopentadiene and 1 37 ml of dry acetone at 0°C. The solution was stirred for 1 hour at 25°C 
8g (85% yield) of 3,6,6-trimethylfulvene were recovered from the organic layer by vacuum distillation after an extraction 
with 100 ml of saturated, aqueous NH 4 Cl and drying over MgS0 4 . 

B. Preparation of iPr(3-MeCp-1-Flu) 

[0031] One mole of 3,6,6-trimethylfulvene was dissolved in 100 ml THF and added, dropwise. to cold (-78°C) solution 
containing 1 mol of the lithium salt of the fluorenyl anion in approximately 100 ml THF and 714 ml of diethyl ether The 
mixture was warmed to room temperature. 18 g of white powder were obtained Irom the organic layer as a single 
isomer by extracting with aqueous NH 4 CI, drying over MgS0 4 , filtering concentrating under vacuum to an oil dissolving 
in chloroform, precipitating and washing with excess methanol. >H NMR CD 2 CI 2 . int. ref Me 4 Si delta = 0 ppm 7 7d 
7 31, 7.2d and 7. 1 1 (8) (Flu C6 rings); 6.51 and 5.6d (2) (Cp vinyl); 4. 1 s ( 1 ) (Flu C5 ring methme); 2. 95s (2) (Cp methylene)'- 
2.2d (3) (Cp methyl); 1.0s (6) (isopropyl methyl). (1 stereoisomer: The Cp methylene signal appears as a singlet be- 
cause the methylene group is alpha to both the iPr bridge and the Cp methyl). 

CI. Preparation of isopropylidene(3-methylcyclopentadienyl -1-fluorenyl)zirconium dichloride in methylene chloride 

[0032] 2 equivalents of methyllithium (1.4 M in diethylether) were added, dropwise. at -76°C to 5 g of isopropylidene 
(3-methylcyclopentadiene-1-fluorene) dissolved in 100 ml THF, warmed to 25°C. and stirred foM2 hours The red 
dihthio salt was isolated by evaporating the solvents under vacuum and then purified by washing with two 150 ml 
portions of dry, deoxygenated pentane that were cannulated away in term. The dianion was dissolved in methylene 
chlor.de at -78*C and an equivalent of ZrCI 4 , slurried in 125 ml CH 2 CI 2 at -78'C. was rapidly cannulated into the flask 
containing the soluble dianion. The stirred mixture was warmed slowly to 25°C and stirred for 12 hours. A white solid 
was filtered off. 3 g of a moderately air sensitive, orange powder were obtained by concentrating the methylene chloride 
under vacuum, cooling the -20°C for 12 hours and cannulating the supernatant away. The product was purified by 
recrystallizing it from methylene chloride. ZrCl 2 C 22 H 20 requires C, 59; H, 4.5 Found. C, 56 H, 4 4 iH NMR (delta 
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ppm) CD 2 CI 2 . int. ref. TMS delta = 0 ppm: 9.15-8.10 2d (2), 7.67-7.78 2d (2), 7.55-7.46 2t (2), 7 27-7 21 m (2) (Flu C6 
rings), 5 93 t (1). 5.63 t (1), 5.42 t (1) (Cp vinyl), 2.4 d (6) (isopropyl methyl). 2.0 s (3) (Cp methyl). 

C2. Preparation of isopropylidene(3-methylcyclopentadiene -l-fluorenyl)zirconium dichloride in THF 

[0033] 34 mmol methyllithium in diethyl ether (1.4M) were added, dropwise, at 25°C. with stirring, to 5 gms of iPr 
(3-methylcyclopentadienyi-l-fluorene] ligand, then dissolved in 75 cc's THF which was contained in a round bottom 
flask equipped with a sidearm and dropping funnel. The dark orange/red solution was stirred for several hours after 
gas evolution had ceased. 6.41 gms of ZrCI 4 -2 THF were dissolved in 100 mi of THF at 40°C The dianion was can- 
nulated into the flask containing the 2rCI 4 .2 THF at 25°C. The mixture was stirred for 18 hours. The solution was then 
cannulated into a flask and cooled to -20°C to obtain a crystalline product. Alternatively, the THF was evaporated under 
vacuum. 5 mg of the LiCI/iPr[3MeCp-l-Flu]ZrCI 2 mixture was added to MAO for a polymerization test. 

EXAMPLE II 

[0034] 1 .4 cc of methylafuminoxane (MAO) were mixed with 5 mg of iPr(3MeCp-l-Flu)ZrCI 2 prepared in THF as in 
Example I and dissolved in 10-20 ml of toluene. The MAO was 37 weight percent (Scherring). 1.2 liter of propylene 
was added to the reactor. The mixture was stirred for 10 minutes. Reactor temperature was set at 60° C 
[0035] The catalyst solution was added to a 50 ml stainless steel bomb. 200 ml of propylene was pumped through 
the bomb into the reactor. The contents of the reactor were agitated for 60 minutes 

[0036] The reaction product was dried in a vacuum. The polymer was weighed and analyzed for molecular weight 
distribution. The results are shown in Table I. 
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EXAMPLE III 

[0037] The procedure of Example II was repeated using 1 .4 cc of MAO, 1.2 I of propylene, 5 mg of iPr(3MeCp-l-Flu) 
2rCI 2: a reaction temperature of 30°C and a run time of 60 minutes. The results are shown in Table I. 

EXAMPLE IV 

[0038] The procedure of Example II was repeated using 1 .4 cc of MAO, 1 .2 I of propylene, 5 mg of iPr(3MeCp-l-Flu) 
ZrCI 2 prepared in MeCI 2 as in Example I, a reactor temperature of 65°C and a run time of 60 minutes. The results are 
shown in Table I. 

[0039] A C-1 3 NMR spectra was obtained for the polymer from this run. The probability of the occurrence of a par- 
ticular sequence of meso and racemic polymer structures for hemiisotactic polypropylene was calculated based on 
the method in "Hemitactic Polypropylene: An Example of a Novel Kind of Polymer TacticityV The results for the calcu- 
lated versus the observed values as a function of the relative intensity of the NMR spectra are shown in Table II. 

EXAMPLE V 

[0040] 5.0 cc of MAO were mixed with 5 mg of iPr(3MeCp-l-Flu)ZrCI 2 prepared in MeCI 2 as in Example I above and 
dissolved in 10-20 ml of toluene. The MAO was 10 weight percent (Scherring). 1.4 I of propylene was added to the 
reactor. The mixture was stirred for 10 minutes. Reactor temperature was set to 60°C. 

[0041] 0.4 mg of isopropylidene(cyclopentadienyl -l-fluorenyl)zirconium dichloride, abbreviated iPr(Cp-l-Flu)ZrCI 2 
was dissolved separately in 1 0-20 ml of toluene. The two catalyst solutions were mixed together and added to a 50 ml 
stainless steel bomb. 200 ml of propylene was pumped through the bomb into the reactor. The contents of the reactor 
were agitated for sixty minutes. 

[0042] The reaction product was dried in a vacuum. The polymer was weighed and analyzed for melting point The 
results are shown in Table I. 

[0043] All general synthetic procedures were performed under an inert atmosphere using a Vacuum Atmospheres 
glovebox or Schlenk techniques. Toluene, pentane and tetrahydrofuran solvents were distilled under nitrogen from 
purple sodium/benzophone-ketyl. Dichloromethane was distilled from fresh calcium hydride under nitrogen. 
[0044] The following results are from the experimental runs described above using the method of the present inven- 
tion. 



55 



7 



EP 0 742 227 B1 



TABLE I 

Metallocene 

Compound MAO Propylene 

Example mg C c L 



iPr(3MeCp-l-Flu) ZrCl 2 

2 5 1.4 1.2 

3 5 1.4 1.2 

4 5 1.4 1.2 

iPr ( 3MeCp-l-Flu) ZrCl 2 / 
iPr(Cp-l»Flu)ZrCl 2 

5 5/0.4 5.0 1.4 



t, Yield M w/ M n 

Example min. g 



60 


184 


1.9 


60 


32 




60 


297 


3.4 


60 


162 






TABLE II 




Sequence 


Calculated 


Observed 


mmmm 


0.15 


0.14 


mmmr 


0.11 


0.12 


rmmr 


0.07 


0.06 


mmrr 


0.25 


0.21 


xmrx 


0.00 


0.05 


mrmr 


0.00 


0.00 


rrrr 


0.23 


0.19 
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TABLE II (continued) 



Sequence 


Calculated 


Observed 


rrrm 
mrrm 


0.14 
0.06 


0.14 
0.08 



[0045] This invention has taken a known syndiospecific catalyst precursor with bi-lateral symmetry and added a 
methyl group on one of the cyclopentadienyl groups to eliminate the bi-lateral symmetry. Such catalyst produces a 
structure of polypropylene termed hemiisotactic due to every other methyl group of the polypropylene being above the 
plane in a Fischer projection. Hemiisotactic polypropylene is noncrystalline and can be used as a plasticizer with syn- 
diotactic and isotactic polypropylene. 

[0046] Obviously, numerous modifications and variations of the present invention are possible in light of the above 
teachings. It is therefore to be understood that within the scope of the appended claims, the invention may be practiced 
otherwise than as specifically described herein. 

Claims 

1 . Composition comprising : 

1) A plasticizer having monomeric units from monomers from a substituted vinyl compound characterized by 
the following formula : 

CH 2 = CHR S 

wherein R s is a methyl group and 

wherein the polymer is characterized by the methyl groups attached to every other asymmetric carbon atom 
being on the same side of the principal polymer chain and the methyl groups attached to the remaining asym- 
metric carbon atoms being either on the same side or the opposite side of the methyl groups attached to every 
other asymmetric carbon atom in the following structure : 



wherein the monomer is propylene and the plasticizer is hemiisotactic polypropylene and 

2) A plastic selected from the group consisting of isotactic polypropylene and syndiotactic polypropylene: 
wherein the amount of plasticizer is 1 -90% by weight. 

2. Composition as recited in claim 1 wherein the plastic is syndiotactic polypropylene. 

3. Composition as recited in claim 1 wherein the amount of plasticizer is 5-50% by weight. 

4. Composition as recited in claim 3 wherein the amout of platicizer is approximative^ 10% by weight. 



Patentanspruche 

1. Zusammensetzung enlhaltend: 

1) einen Weichmacher mit monomeren Einheiten aus Monomeren aus einer substituierten Vmylverbindung, 
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welche durch die foigende Formel gekennzeichnet ist : 

CHL = CHR e 

d s 

in welcher R s eine Methylgruppe ist, 

und in welcher das Polymer gekennzeichnet ist durch die Methylgruppen, die an jedes zweite der asymme- 
trischen Kohlenstoffatome gebunden sind, welche sich auf der gleichen Scite der Hauptpolymerkette befinden 
und durch die Methylgruppen, die an die verbleibenden asymmetrischen Kohlenstoffatome gebunden sind. 
welche sich entweder auf der gleichen Seite oder auf der entgegensetzten Seite der Methylgruppen befinden, 
welche an jedes zweite asymmetrische Kohlenstoffatom in der folgenden Struktur gebunden sind: 

I I III I 



I I I I I I 

in welcher das Monomer aus Propylen besteht und der Weichmacher aus hemiisotaktischem Polypropylen : 
und 

2) einen Kunststoff, der ausgewahlt wird aus der Gruppe bestehend aus isotaktischem Polypropylen und syn- 
diotaktischem Polypropylen; in welchem die Menge an Weichmacher 1-90 Gew.% ausmacht. 

2. Zusammensetzung gemaG Anspruch 1 : in welcher der Kunststoff aus syndiotaktischem Polypropylen besteht. 

3. Zusammensetzung gemaG Anspruch 1 s in welcher die Menge an Weichmacher 5-50 Gew.% ausmacht. 

4. Zusammensetzung gemaG Anspruch 3 ; in welcher die Menge an Weichmacher ungefahr 10 Gew.% ausmacht. 

Revendlcations 

1. Composition comprenant: 

1) Un plastifiant comportant des unites monomeres provenant de monomeres d'un compose de vinyle subs- 
titue caracterise par la formule suivante: 

CH 2 = CHR s 

ou R s est un groupe methyle et 

ou le polymere est caracterise par des groupes methyles lies a tout autre atome de carbone asymetrique se 
trouvant du meme cote de la chalne principale du polymere et les groupes methyles sont attaches aux restants 
des atomes de carbone asymetrique se trouvant du meme cote ou du cote oppose des groupes methyles lies 
a tout autre atome de carbone asymetrique dans la structure suivante: 



I 
I 


I 


I 
I 


I 

I 


I 


I 




I I I I I I 



I I I 



ou le monomere est du propylene et le plastifiant est un polypropylene hemiisotactique et 

2) Une matiere plastique choisie dans le groupe consistant en polypropylene isotactique et en polypropylene 
syndiotactique: ou la quantite de plastifiant est de 1-90% en poids. 
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Composition selon la revendication 1 dans taquelle la matiere plaslique est un polypropylene syndiotactiq 
Composition selon la revendication 1 dans laquelle la quantite de plastifiant est de 5 a 50% en poids. 
Composition selon la revendication 3 dans laquelle la quantite de plastifiant est d'environ 10% en poids 
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